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JEWELRY & ENAMELING

PROCESSES

Pickling
p. 22

Sawing
p. 31

Shaping
the
Units"

Joining
the
Wire
Units

Soldering
p. 38

Doming
'p. 120

Binding
p. 46

Soldering

Clean in pickle.

Saw one piece of wire the desired length.
Saw seven pieces the length of the measured
piece.

Form a circle on both ends of the wire with the

round nose pliers.

Repeat the above with the other seven pieces of

wire.

Bring the ends together with the circles on the

inside to form units as shown in Fig. 106.

Place the four curved units on the charcoal
block to form a motif as shown in Fig. 106.
Each unit must touch the unit on the right and
left and the spacing must be even.
Pin to the charcoal block as shown in Fig. 12.
Repeat the above with the other four units.

Solder the wires where they touch.

Place the motif in a hole in the dapping die
slightly larger than the diameter of the motif.
Dap the motif until it fits the curve of the hole.
Remove and place in the next smaller hole.
Repeat until the motif is in the shape of a half
sphere.

Repeat the above with the second motif; it must
be the same size and shape as the first motif.

Bind the two motifs together.
Solder the motifs.